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® Glass fibers coated with agarose for use as column packing or chromatographic media for 
bioseparatlons. 

@ The invention discloses a glass fiber coated with a porous hydrophllic matrix material comprised of agarose 
which is derivatized to bind a suitable ligand or biological material. The glass fibers of the present invention are 
useful in removing contaminates in a chromatographic process. In one embodiment glass fibers have on their 
surface a coating comprising agarose and polymyxin B which coated glass fibers are useful for removing 
endotoxins in a bioseparation process. 
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QIASS FIBERS COATED WITH AOAROSB FOB USE AS COLUMN PACKING OR CHROMATOGRAPHIC 

MEDIA FOR aOSEPABATlONS 

This taemlon relate, » the u» of glass nbere coat«i assise "1"™ >«^"S " 

S;ar°^e*^rb,rhS 3,^ 'St'^r^tr 0. DNA preducts In p». be con«age", „^ Jhe 
Sl^C^rt improved matertals useful for bloseparaHon processes «bloh pro^de greater pH stsbilif,, 

" ^-oi-^in-S: r Snr^TbSS .^ene. . .e rem.. 0. 

" ~T^°d"^err:;S,s°'.:^'"lee. sever. Cferla lacludlrg capturing sufflo^ ^o, 
endo^n S tS manufLtuHng pracess »hile M capturing an, other maten^ other Wn ft. 

Srh":g:.is=rrr.r^p=:^^^^^^^^^^^ 

SirS^roSSriatL^,, pr^lplta^ or ™'5e,:~rs 
r.ntlv removed from pharmaceutical preparations by membrane filtration. However, there are Pro™m' 
35 TZ^^ system since membrane filtration ^'■«:J''<ttL'^ Tc^^Z:^ 

duriia ?on SchJigT Ho^ver. additional problems develop when the desired biotechnology product l^as 
?he ^e plS^sirarch^^^^^^^ as the endotoxin. Still further problems are also likely f f ^« 
n-fmS^ of oro^ssinq steps is reduced. While affinity chromatography can bnng about a single step 
.s puSion ^ZZe, *e commercial acceptance of affinity chromatography has not -atena^.^ ma^^^^ 
Sn« the hioh cost ^d the manufacturer's reliance on traditional purification techniques. Therefore, there 
fs a need fofan endo^^^^^^ system designed to specifically remove traces of «nJotox.n wrthout 

^dverseJy aSecTng the final product Such a system would ensure manufacturers of producing a better 
SaCpro?u«S and would reduce the time lost when batches of product need to be discarded or 

'''Tere'^e several criteria that must be met for acceptance of an endotoxin removal system- First^e 
supp^rg^d ma^ used to remove endotoxins must not leach. Nor must it absorb otiner P[°^«'"^.^"^^^^ 
the sXm mu^ display sufficient reduction of endotoxin in the final product, preferably a '09 reduction to 
achievf tess Sian .1 ng/ml in tiie final product. These criteria are complicated by the range of vanous 
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process conditions which are encountered anr^ong the various manufacturers, such as. for example, volume 
of process stream ranging from 1-1000 liters, flow rates of 10 ml. to 6 liters per minute. pH ranges of 2.0 to 
12.0. and endotoxin concentrations of up to 100 ng/ml. 

Certain antibiotics, such as polymyxin which is a small peptide, are known to have an affinity for 
5 endotoxins. Their use as a selective endotoxin adsorbent requires a support material to which the anitbiptic 
can be attached for contact with the endotoxins during the removal process. Therefore, there is a specific 
need for a support material for use as an adsorbent for endotoxin removal wherein the phenomenon of 
antibiotic affinity for endotoxins can be utilized advantageously. 

There is also, a need for a system to purify the biotechnology products manufactured using the various 
10 known biological and synthetic processes, which system can be specifically adapted or derivatized to meet 
the particular manufacturer's needs. This invention is also directed to this need. 

This invention is directed toward an improved separation material which will enable a large seal© 
commercial chromatographic separations to be economically performed. 

This invention relates to an improved material for use In purifying biotechnology products manufactured 
75 using either biological or synthetic processes. In particular, the invention relates to a glass fiber material 
having a relatively high external surface area coated with agarose, a porous hydrophilic matrix. The coated 
fiber can be derivatized such that any one of the many known ligands or biological materials can be bound 
to the coated glass fibers. 

The agarose-coated glass fibers are used as generic supports for biochemical separations. The agarose 
20 is porous and can be derivatized to bind various ligands or biological materials for use in affinity 
chromatography. In particular, agarose is dispersed in water and heated in order to form a hot viscous 
solution. The solution is coated onto glass fibers either during the glass fiber-forming process or after the 
glass fiber-forming process. The agarose cools onto the glass fiber surface adhering to the glass fiber's 
surface. 

25 In one embodiment the invention relates to the immobilization of an antibiotic, such as polymyxin B, on 
agarose-coated glass fibers for use in removing endotoxins in a chromatographic process. A material 
contaminated with endotoxins is passed over the agarose-coated glass fibers derivatized with the antibiotic. 
The endotoxins are removed from the material by adsorption onto the agarose-coated glass fibers. 

The agarose-coated glass fibers are easy to disperse and give excellent flow properties. The low 

30 packing density obtainable with glass fibers makes chromatography processing at high throughputs 
possible. The excellent mechanical properties of the glass fibers also contribute favorably to the flow 
properties. 

The agarose-coated glass fibers of the present invention are also useful in high performance filter units 
for use In hospitals for such uses as high-performance disposable filter units for use in dispensing I.V. 
35 solutions and disposable filter units for use by hospital pharmacies in extemporaneous compounding. 
Whether I.V. solutions are purchased pre-mlxed from a manufacturer, or whether a hospital's pharmacy 
creates its own I.V, solutions, ("extemporaneous compounding"), the potential for endotoxin contamination 
by microorganisms is real. Hospitals often use in-line filters connected to I.V. solutions in an attempt to 
prevent bacteria and particulates from entering the patient's bloodstream, but these in-line filters do not 
40 always prevent endotoxins present from being released. 

Further, there is a demand for low-endotoxin cell culture media for use by biotechnology and 
pharmaceutical companies to produce a variety of recombinant DNA pharmaceuticals and vaccines. Cell 
culture media manufacturers are interested in an improved endotoxin removal system. The coated glass 
fibers of the present invention are also useful in the cell culture media market. 
45 Rg. 1 is a schematic diagram of one of the endotoxin removal systems. 

Fig. 2 is a schematic diagram of another of the endotoxin removal systems. 

Rg. 3 is a graph depicting the breakthrough profile for endotoxin adsorption in a column test 

Rg. 4 is an enlargement of the graph shown in Rg. 3. 

Rg. 5 is a graph depicting the breakthrough profile for endotoxin adsorption by agarose-coated 
50 polymyxin activated glass fibers. 

According to the present invention, well-dispersed, coated glass fibers are used as effective chromatog- 
raphic supports in the purification of biological products. The coated glass fibers have an advantage over 
commercial gel supports in high throughput, high flow rate applications due to the glass fibers' superior 
65 mechanical strength and high external surface area Further, the activated coated fibers display low levels of 
non-specific absorption and remove significant quantities of contaminants from th solution containing the 
final product. In particular, the high external surface area and noncompressible nature of glass fibers yield 
significant flow advantages giving higher throughput in a chromatographic column separation. Also, control 
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of the glass fiber diameter and coating thickness yield advantages in resolution and column flow. 

This invention can be practiced with any glass fibers which can be formed and chopped into suitable 
lengths The term "glass fibers" as used herein shall mean filaments formed by attenuation of one or more 
streams of molten glass and to short lengths of glass fomied when such glass fiber filaments are cut or 
s chopped In a preferred embodiment of the invention, randomly oriented, unsized, chopped glass fibers 
having a length of approximately 1/4" are used. Glass fibers have such advantages as noncompressibihty. 
high external surface area, macroscopic lens, microscopic diameter and hydrophllic surfaces. The packed 
glass fibers give good flow dispersion characteristics. The glass fibers perfomri well at high flow rates where 
conventional chromatographic media normally fall. Agarose-coated glass fibers show no measurable amount 
JO of non-specific adsorption with model proteins. 

The randomly packed glass fibers have a low density (5-10%) compared to sphencal packing matenals 
(typically 50%). The low packing density obtainable with the glass fibers makes processing and punfication 
of the biotechnology product at high throughputs possible. Unifonn dispersion of fibers during ttie column 
packing aids in achieving column flow without significant channeling occurring through the packed fibers. 
75 The present invention can also be utilized as a cartridge design chromatography column which is 
simple to use in that tiie entire cartridge can be inserted into the production process by the manufacturer. 

in addition, the agarose-coated glass fibers can be fomned into a glass cloth for use as an adsorptive 
filter to be used to remove particulates by filtration, as well as dissolved material by adsorption. 

By the use of the present Invention it is possible to immobilize a wide variety of biological matenals to 
20 produce novel composites. These biological materials can Include animal cells, anitibodles. antibiotics, 
antigens, carbohydrates, bacteria, coenzymes, enzymes, fungi, microbial cells, plant cells, tissue cultures or 
yeast. The following examples describe the process for making and the manner of use of the mventton with 
respect to the immobilization of polymyxin B on agarose-coated glass fibers for use in removing endotoxins. 
For example, endotoxins are absorbed from a flowing process fluid onto activated coated fibers. The feed 
25 endotoxin concentration is reduced from 1700 ng/ml to below .1 ng/ml. The capacity of the activated coated 

fibers is 133.000 ng endotoxins/g glass. „,„^„o*e 
The chromatographic medium of the present invention Is usehil for removal of endotoxins from products 
produced by conventional and r-DNA technology and purification of blood proteins sgch as antithrombin 111. 
Factor 8. and albumin. For each specific application the agarose-coated glass fibers are derivatized with a 
30 material having a specific affinity for the product to be separated. 

Several requirements which must be met for the chromatography process to be commercially accept- 
able include that the requirement of the system must not leach, must not adsorb other proteins and must 
reduce endotoxins to less than .1 nanogram/mi in tiie final product. According to tiie present invention 
leaching of biological materials was not detected down to the part per thousand level. 
35 The glass fibers are coated with agarose as follows: tiie agarose is dispersed in water, preferably 2-4 
percent, by weight, and heated to approximately 70* C in order to form a hot viscous solution. The agarose 
solution is coated onto tiie glass fibers eitiier during tiie glass fiber forming process or after the glass fiber 
forming process. The agarose-coated glass fibers are allowed to cool and the agarose cools onto the glass 
surface, adhering to the glass surface through multiple hydrogen bonds. The agarose-coated glass fibers 
40 thus form a biologically inert material having a relatively uniform size. 

The agarose-coated glass fibers are useful in a chromatographic separation process such as affinity 
chromatography or liquid chromatography. The agarose-coated glass fibers can be used to immobilize 
biomaterials for an end user's own separation needs. The agarose-coated glass fibers can be derivatized 
with an immobilized antibody, antibiotic ligand or protein designated to separate or punfy specific products. 
45 The agarose-coated glass fibers can be provided in a cartridge design that is to be added to a 
manufacturing process stream with virtually no modifications to the manufacturing process. 

The immobilization of polymyxin B on glass fibers can be accomplished as follows: Water sized EK 
6 75 glass strand is coated off-line wi«i a 4% agarose IH2O solution. The coated sti-and is rinsed witii a 
deoxycholate (1M) solution, followed by a pyrogen-free H2O rinse, to assure that the strands are 
50 uncontaminated prior to cyanogen bromide (CNBr) activation. 

The agarose-coated glass fiber strands are activated by treatment with a 100 mg/ml solution of CNBr in 
2M phosphate buffer. pH»11. for 1 hour, after which tiie glass is rinsed with pyrogen-free HzO and ttien witii 
0 5M NaCI in 0.1 M NaHC0H3. pH»9.0. Polymyxin«(200 mg/ml in 0.5 NaCI/O.IM NaHCOa) is allowed to 
react overnight at 4* C. The excess polymyxin is rinsed out using pyrogen-free HaO and any unreacted 
55 imido carbonate sites are blocked by a 1 hour treatment witii a 1 M glycine solution. At this point tiie coated 
glass fibers are rinsed witii pyrogen-free H2O and can be stored at 4 C in HzO or deoxycholate. 
The following are examples of how tiie glass fibers can be coated: 

Aqueous solutions of 2 percent and 4 percent agarose (Sigma #A-3768) are coated onto J-7 strand 
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glass fibers using a hot melt chemsize applicator. The solution temperatur is Icept at approximately 80* ± 
5* C. and the applicator temperature is approximately 60" ± 5* C. In a preferred embodiment the agarose is 
heated to approximately 70* C. 

Packages composed of 400 filaments/strand were also prepared by collecting a split strand. The 
5 coating weight on these samples are listed in Table I, as measured by loss on ignition tests (LOI). Coating 
weights of up to at least about 1 percent agarose of the total weight ar achieved. As seen in Table I. the 
percent, by weight, of agarose coating can range between 2-4%. 

Higher weights of agarose are achieved using an offline coating process. The glass strand is dipped in 
a agarose solution, sent through a stripper dye. and wound on a spool. Table II contains information on the 
10 coating weight of these samples. 

Rgures 1 and 2 are schematic diagrams of the endotoxin removal system. Glass fibers are coated with 
agarose, a porous, hydrophilic gel. The function of the agarose is to provide increased surface area and a 
biologically inert surface. 

Two attachment chemistries are shown: activation with cyanogen bromide, as shown in Rg. 1 or 

IS activation with a sulfonyl chloride, as shown in Rg, 2 In cyanogen bromide activation, vicinal diols in the 
agarose react to form a relatively stable imido carbonate active intermediate. When attacked by an amine 
(the polymyxin B) under nucieophilic conditions, the amine (polymyxin) becomes immobilized via an isour a 
linkage. The bond forms rapidly and is stable at neutral pH. 

The derivatization procedure for CNBr was as follows: Stock solutions were prepared 100 mg/mi CNBr 

20 in 2M potassium phosphate buffer (pH 11.5-12.0); 1M NaHCOa + .5M NaCI (pH 8.3); 1M Glycine In tris 
buffer (pH 8.0); 2M Potassium phosphate buffer (pH 11.5-12.0): 200 mg/ml Polymyxin B sulfate in .1M 
NaHCOa + .5M NaCI (pH 8.3); .1M Tris buffer (pH = 8.0) + 1% sodium deoxycholate (deoxycholic acid). 

At a rate of 0.05ml CNBr stock solution of 5 ml PC* buffer enough solution was prepared to completely 
cover the sample (in a sterile container). The sample was allowed to soak, while stirring, for 1 hour in the 

26 CNBr/phosphate solution, and then was rinsed 3 times with pyrogen-free water and one time with .1M 
NaHCOa + 1.5M NaCL The sample was immersed in the 200 mg/mi Polymyxin solution and allowed to 
soak 24 hours. The solution was stinred or agitated at least part of the this time and was kept on ice or in 
the refrigerator. The sample was then rinsed 3 times with pyrogen-free water and then immersed in 1 M 
glycine solution for 1 hour; further rinsed 3 times with pyrogen-free water and soaked in deoxycholate 

30 solution until ready to test; then rinsed 3 times with pyrogen-free water immediately prior to testing for 
endotoxin removal. 

Suifonyl chlorides are also used to activate the agarose, as shown in Rg. 2. The sulfonyl chloride reacts 
with a hydroxyl group on the amine to form the sulfonate ester. The sulfonate ester can be tailored to be 
more or less reactive by choosing a sulfonyl chloride having a different electron withdrawing groups. The 

35 resulting intermediate formed can then be more or less reactive, as is desired. The sulfonate esters are 
subject to attack by primary amines under acidic or basic conditions and the resulting linkage is a 
secondary amine group. Activation with suifonyl chloride results in a bond (secondary amine) which is 
impervious to hydrolytic attack and which is unchanged over a broad pH range. One advantage to the use 
of the sulfonyl chloride chemistry Is that the sulfonyl chloride compounds are less hazardous to handle than 

40 other compounds, such as, for example, cyanogen bromide. 

Four different sulfonyl chlorides; p-nitrophenyl. tosyl. pentafluorobenzyl. and triisopropyl benzyl, were 
tested for their ability to activate the agarose. Of the four, p-nitrophenyi gave the highest subsequent levels 
of loading, followed by triisopropyl benzyl, tosyl and pentafluorobenzyl. The pentafluoro sulfonate ester 
intermediate fomned was very reactive. 

45 Activation with a sulfonyl chloride requires the use of an aprotic solvent. In the first tests the activations 
were done in 5% triethylamine/ethylacetate. The triethylamine acts to sequester the HCl produced during 
the reacting by forming the insoluble triethyl ammonium chloride salt. In further tests, a number of other 
solvents were tried-pyridine, dioxane, methylethyl ketone. THF. Although the agarose does not swell in 
pyridine as much as it would in water or ethanol. pyridine produces a greater degree of swelling than any of 

50 the other solvents. 

In a typical activation procedure. 25 grams of agarose which had been dried under vacuum in a 
dessicator and 12.5 grams of pNPh are dispersed in 100ml of pyridine. (No triethylamine is needed, as the 
pyridine acts as the acid scavenger). The reaction mixture was shaken gently. The pyridine was filtered and 
the agarose was suspended and completely dispersed in distilled water. The agarose was filtered by gravity 
55 and the water wash was repeated. The agarose was finally rinsed with one liter of distilled water using 
suction. 

The activated agarose was checked for active sites by allowing O.ig (wet) of material to soak for 2 
hours in 5% 1.6-diamino hexane/O.IM NaHC NaHCOa (pH 11.0) solution, thoroughly rinsed, with distilled 

5 
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water and checked with ninhydrin. A deep purple color indicates extensive activation of the agarose by th 
sulfonyl chloride. The agarose can be stored damp at 4* C for at least 3 months without loss of activated 
sites. 

Referring now to Table I, Sample No. 1 (bare glass) and Sample No. 5 were tested for endotoxin 
5 removal efficiency in batch tests. Sample No. 5 was reacted with CNBr. polymyxin, and glycine. The batch 
tests involved immersing 20 mg. of glass in 10 ml of endotoxin solution. The endotoxin solutions tested had 
a concentration of 1, 10, 100, 1000 and 10.000 ng/ml. Sample No. 1 did not remove endotoxin from all 
solutions. Sample No. 5 removed 99 percent of available endotoxin from all solutions except the 10.000 
ng/ml after 24 hours. Sample No. 5 removed less than 90 percent of the endotoxin from the 10,000 ng/ml 
10 solution. These results indicate that even thin coatings removed appreciable endotoxin. The capacity, C, of 
Sample No. 5 is estimated to be: 9900 ng<C<90,000 ng or. nonmalized per gram of glass: 4.95 x 10^ 
ng<C/g<4.5 x 10^ ng. 

Table II shows that different types of glass fibers can be effectively coated with agarose. Sample No. 3 
in Table II was wound on a stainless steel tube which had holes drilled through it. Endotoxin solution was 

75 pumped into the tube, forced out the holes and through the densely packed strand. At a flow rate of 1,5 
column volumes/hr., 99 percent of the endotoxin was removed. 

In the purification of biological materials, great care must be taken to avoid the problems of leaching, 
which is the introduction of foreign material into the process stream. Leaching occurs when compounds or 
ions of the chromatographic material are soluabilized by the process stream, creating a potential source of 

20 contamination. In an endotoxin removal system, there are three leachable components: the antibiotic or an 
amino acid fragment of the antibiotic, agarose, and inorganic ions from the glass fibers. The inorganic ion.s 
are not a problem when the agarose completely coats the glass surface. Further, any ions leached from the 
glass surface are detectable by routine ion analysis. 

Referring now to Table III. four different methods were used to detect the antibiotic polymyxin at low 

25 levels of concentration-UV spectroscopy, the ninhydrin test, Commassie Blue staining, and the BCA assay 
for proteins sold by the Pierce Co. At a lower limit of 1 g/ml, polymyxin at the parts per thousand or 10** M 
level is detectable in solution. In order to increase the sensitivity level for polymyxin and to establish a 
method for the detection of low levels of agarose in solution, samples were tested for LC-FID (Liquid 
chromatography-flame ionization detection). Through the use of direct probe mass spectroscopy both 

30 polymyxin and agarose were detected at the 100 ng/ml level. 

Referring now to Table IV. further experiments were conducted to test the integrity of the coatings 
during and after a total of 25 column volumes of water or buffer. All samples consisted of 1 gram of glass 
and a column volume was defined as 1 ml of solution. Each of 5 different samples was washed with five 
column volumes of endotoxin free water (efw). For the polymyxin and agarose tests the buffers were 0.1 M 

35 phosphate at pH 4,5, 7.0 or 9.0. For the inorganic ion tests, endotoxin free water (efw) was pH'ed to 4.5 with 
acetic acid (HOAc) and 9.5 with ammonium hydroxide (NH4OH). Endotoxin free water was used for the pH 
7.0 assays. 

The first column volume of buffer was collected, along with the 16th column volume of buffer. A 5- 

coiumn volume of efw rinse was then passed through the column and the final 1 ml of solution was 
40 collected. These samples were then subjected to the BCA test for proteins. If interference caused by the 

buffering ions occurs, lyophilizing the samples (HOAc and NH4OH are both volatile buffers) and resuspen- 

ding them in efw alleviates the interference. 

The BCA test was performed on the samples collected and the results appear in Table IV. No 

detectable levels of polymyxin were evident In solution under any of the buffering conditions. Controls mn 
45 on the buffers showed that the buffers did not interfere with the assay conditions. These results indicate that 

down to the ppt level no polymyxin is detectable in solution. 

The procedures described above are used to prederivatize agarose with sulfonyl chloride. Optimum 

coating properties may include, for example, thin coatings which more efficiently remove endotoxins from 

solution at high throughput; thick coatings which best remove endotoxin at lower throughput 
50 The following examples are given to show various uses of the coated fibers of the present Invention. 

These examples given are not meant to be construed in a limiting manner and various other uses are 

contemplated to be within the scope of this invention. 

55 EXAMPLE 1 



Polymyxin activated coated fibers of the present invention are useful as an endotoxin specific 
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adsorbent. The coating material tested for endotoxin adsorption was agarose. This material was examined 
both with and without polymyxin activation. Results of these experiments, obtained using flasks containing a 
known amount of adsorbent material and an endotoxin laden fluid, are shown in Table V. One result shown 
by these tests is that the polymyxin activated materials adsorbed significantly more endotoxin than the non- 
activated materials. 

A column test was conducted in which endotoxin was adsorbed from a flowing process fluid onto 
polymyxin activated agarose-coated fibers. Shown in Rgure 3 is the br akthrough profile of endotoxin 
adsorption comparing the endotoxin concentration to the volume fed to the column. In this test the feed 
concentration was 1700 ng/mi. the flow rate was 0.5 ml/min.. the bed volume was 25 ml. and the packing 
weight was 6 g. glass. Rgure 4 is an enlargement of the initial portion of the graph shown in Rg. 3. This 
material was effective in reducing the feed endotoxin concentration from 1700 ng/ml to below 0.1 ng/ml. 
This is an excellent performance in temns of percentage endotoxin removed and. the reduction of endotoxin 
concentration from an unacceptably high level In the feed to less than 0.1 ng/ml in one pass. The estimated 
total capacity for this material, from an extrapolation of the breakthrough curve, is 133.000 ng endotoxin/g 
glass fiber. Assuming a maximum allowable endotoxin concentration of 0.1 ng/ml. the effective capacity for 
this column was 49.000 ng endotoxin/g glass. 



EXAMPLE 2 



The adsorption of endotoxin on bare and coated glass fiber materials was examined in a series of small 
scale batch experiments. A column test was performed with one of these materials (polymyxin activated 
agarose) to obtain a breakthrough profile. Endotoxin concentration in solutions was determined using th 
Chromogenic quantitative LAL Assay Procedure OA/hittaker, Inc.). 

Small scale batch endotoxin adsorption tests were conducted: Stock endotoxin solution was prepared 
using Upopolysaccharide No. L-2637 From E. coli 055:B5 (Sigma Chemical Co.. St. Louis. MO). The 
desired am-ount of fiber material was placed in endotoxin free glass tubes (200 mg for agarose-coated 
fibers). Stock endotoxin solution was diluted to desired initial concentrations and then, 5 ml was added to 
each tube containing the fiber materials. Fiber materials were contacted with the endotoxin solutions for 30 
minutes at room temperature following vigorous mixing by vortexing. At the end of the contact time, the 
supernatant was diluted to the assayable range for endotoxin (0.01-0.1 ng/ml) and assayed. 

Small scale batch endotoxin adsorption test results were as follows: For the agarose-coated fibers, the 
specific adsorption of endotoxin due to polymyxin was compared with the non-specific adsorption. Results 
are given in Table VI. As can be seen, the agarose-coated glass fibers activated with polymyxin adsorbed 
greater amounts of endotoxin per fiber weight (ng/mg) than the agarose-coated fibers without polymyxin. 



EXAMPLE 3 



The procedures used to prepare a column and conduct an adsorption test are as follows: Agaros - 
coated glass fibers were packed into a 2.5cm diameter glass column in the same manner as for the flow 
characterization studies. Bed height was 10 cm. Column and associated tubing from pump intake to fraction 
collector were washed by passing approximately 10 bed volumes of 1% doxycholate solution followed by 
20 bed volumes of endotoxin-free water. A flow rate of approximately 3 ml/min was used for washing. The 
column effluent was tested to Insure that it was free of endotoxin and deoxycholate. At this point, the 
column was considered free of endotoxin and ready for the adsorption test An endotoxin containing feed 
solution was passed through the column at a selected flow rate. Effluent fractions (20 ml) were collected 
into endotoxin-free glass tubes using an automated fraction collection. The feed and collected fractions 
were assayed for endotoxin. 

The breakthrough profile for removal of endotoxin by agarose-coated, polymyxin activated glass fibers 
is shown in Rg. 5. In this test, the feed concentration was 1700 ng/ml. the flow raate was 0.5 ml/min.. the 
bed volume was 25 ml, and the packing weight was 6 g. glass. From this, the total and effective endotoxin 
capacities were estimated for agarose-coated fibers. Total capacity is the amount that can be adsorbed if all 
available sites are utilized. The effective capacity is defined as the amount of endotoxin adsorbed prior to 
the effluent concentration exceeding an allowable maximum, as shown In Table Vll. 
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EXAMPLE 4 



B bovine »nm albumin (B8A). The P»rce <^"^J\'^fr^^ Mating. These experiments 
Lcent^lon. None ot the liber '"P''^ »f ^"SfbSSHSwl^S tests. Th^ desired 

z^-rs ir f «^;lS:r r^mrtr^r s:^ :s 

„ rrdr.sa;ntr r:'^r.Sr.rri.n, .e dl«e,ence trom the sta.n. 

solution, ,^ . fQCiK\ artH inciiiin occufs on both coated and bare glass 

Protein adsorption of bovine serum albumin (BSA) '"^"J" ^'^"^ °" This is due to the 

IS for the materials tested. 



EXAMPLE 5 



20 



25 



A cmmercl. sample o. po,mv.n ^"„^7J- ''Z^'^T^ - 

^Z-^^JrST^ rrd endo^n at space veloc.es o, 



0.1 and 0.5 per hour 

EXAMPLE 6 



30 



35 



G^s flbers were coated ««h agaro« -■"?orat°:H-8~5^or ?^°:S'o£ 

rLr?e':o:.:^r^.ts4rL7^c^r.n - - - 

samples soaked in the deoxycholate solution did not lose actvty. 
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40 



45 



va.».s Changes can be ■^-^^^'^'^'"^ ^Z^J^t 

ccaung pracess. High activities can be ""^"^ load«l Into columns, 

rr rd^tT Z-^S^SZTJ:^ ir^r^n .ee »a»r wa, passed through ^ 



50 



column. 

EXAMPLE 8 



55 



Emended test results show that In '^^^^^^^^I^^T^^^T^ 
strands Immobilized with polymyxin B ^.^J^^over 99% ol the 

ve.oci.es .rom <''^^Z'Z''^'S^TX^^^^^'^ '= 



per ml. 
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EXAMPLE 9 



A second testing of coatings Included use of various strands, which were coated off-line with agarose, 
s These coatings were heavy and comprised fronn 30 to 50% of the totai weight of the systenrt. The coated 
strands were then activated using cyanogen bromide. The activated strands comprise a "generic" support 
that can bind any protein. The activated strands were then soalced in polymyxin which binds to the cyano 
groups on the agarose surface. 

TO 

EXAMPLE 10 



A portion of the polymyxin-agarose-glass composite was used for protein tests which qualitatively 
T5 measure the presence of immobilized polymyxin. The remaining strands were washed In glycine (an amino 
acid) to neutralize any unreacted cyano groups. These strands were then measured for endotoxin removal 
activity. The fibers produced selectively removed more than 99% of the endotoxin from the solution with 
little non-specific adsorption. A solution containing 1700 ng/mi was purified to endotoxin level of less than .1 
ng/ml. The capacity of the column was about 10^ nanograms. The concentration and the time of exposur 
20 of the agarose-coated glass to the coupling agent was controlled. Good results are obtained when each 
gram of glass is immersed in 10 ml of a solution of 1 to 4 mg coupling agent/ml for 1 to 4 hours. 



EXAMPLE 11 

25 

In another test, glass fiber strand was off-line coated with agarose then chopped and dispersed to form 
a siun-ry. The slurry was poured into a column, then derlvatized and polymyxin was attached to the column 
packing. The glass strands which had been coated with agarose and loaded with polymyxin using cyanogen 
00 bromide activation were then tested for endotoxin removal. The glass strand samples removed between 50 
to 90% of the applied endotoxin. 

EXAMPLE 12 

35 

p-Nitrobenzene sulfonyl chloride was used to activate glass samples which had been treated with bis(2- 
hydroxyethyl) aminopropyltriethoxy-silane. These samples were allowed to react with polymyxin and tested 
for ability to remove endotoxin from solution. The glass strand treated as above removed between 95% to 
40 99.5% of the applied endotoxin. 

Further, tests show that more uniform agarose coatings may be possible by altering the coatings during 
the forming process. In single-hole bushing experiments, agarose was coated onto a glass strand and was 
found to be satisfactory after derivatization for removing endotoxin. 

It will be evident from the foregoing that various modifications can be made to this invention. Such, 
45 however, are considered within the scope of the invention. 
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TABLE I 





Sample 


Description 


% Agarose 


Pump 
Speed 


Roll 
Speed 


RiaVStrand 


% LOI 




1. 


H2O sized control 


0 




6 

\j 


2nnn 


1*^ 




2. 


Aaarose coatino 


2 




a 

w 




1Q 




3. 


Agarose coating 


2 




6 

w 


2000 

bWWW 






4, 


Aaarose coatino 


2 




12 

1 Cm 


400 


7ft 


10 


5. 


Aoarose coatino 


4 




6 

w 


4on 


ft7 




6. 


Agarose coating 


4 




6 
\j 


2000 






7. 


Agarose + sulfonyl ctiloride 


3 




w 


400 


*o 1 




8. 


Agarose + sulfonyl chloride 


3 




6 


2000 


.25 




9. 


Agarose 


4 


30 


6 


400 


10.03 


15 


10. 


Agarose 


4 


20 


3 


400 


.95 




11. 


Agarose 


4 


20 


6 


400 


1.80 




12. 


Agarose (no prepad) 


4 


30 


6 


400 


1.00 




13. 


Agarose (no prepad) 


4 


30 


6 


400 


.91 



SO 



TABLE II 



Coating weights, offline 


Sample 


% Agarose 


% Wt 






Loss 


1. E glass cloth 


2 


S0.7 


2. S glass cloth 


2 


41,1 


3. EK6.75 strand 


2 


25.4 


4. SG75 strand 


2 


44.9 



TABLE ill 



Detectafaility of polymyxin in solution 


Concentration 


UV 


Ninhydrin 


Commassie 


BCA« 


Polymyxin 






Blue 




10 mg/ml 


+ 


+ 


+ 


+ 


1 mg/ml 


+ 


+ 


+ 


+ 


lOOug/ml 




+ b 


+ 


+ 


10 u g/ml 








+ 


1 u g/ml 








+ 



(a) 1 ml samples concentrated by lyophilization, 

(b) 5 coats of sample applied to plate. 
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TABLE IV 





BCA Assay of sample in Leaching Experiments 










5 


Sample 


1st Col. 
Volume 


15th Col. 
Volume 


Rnal 
Rinse 


10 


HaO 

sized 

fibers 


pH = 4.6 
pH = 7.0 
pH = 9,0 










Agarose-coated 
fibers 


pH = 4.5 
pH = 7.0 
pH = 9.0 








15 


Agarose/CNBr/poiymyxin 

coated 

fibers 


pH = 4.5 
pH = 7.0 
pH = 9.0 








20 


Agarose/SCi/polymyxin 

coated 

fibers 


pH = 4.5 
pH = 7.0 
pH = 9.0 









*CNBr = cyanogen bromide 
SCI - sulfonyl chloride 



TABLE V 



Endotoxin Adsorption On Coated Glass Fibers 


Sample 


Polymyxin 


Initial Endotoxin 


Rnal Endotoxin 


Endotoxin 


Activated 


Cone. NG/ML 


Cone. NG/ML 


Adsorbed NG/MG - 










Rber 


Agarose Coated 


No 


400 


340 


1.5 + /-0.3 


Agarose Coated 


No 


400 


320 


2.0+/-0.3 


Agarose Coated 


Yes 


780 


310 


11.8 + M.1 


Agarose Coated 


Yes 


780 


430 


8.8 + M.I 
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TABLE VI 



Endotoxin Adsorption On Glass Fiber Support Materials 


Coating 


fiber 


Vol. 


Endotoxin 


Cone, final 


Endotoxin 


Weight 


(ml) 


initial (ng/nii) 


(ng/mi) 


AGsorDea (ng/mi 












fiber) 


Bare 


10 


5 


3760 


3240 


260 


Glass 


10 


5 


o7.o 




A 
** 


1 lUof o 


10 


5 


3.76 


3.5 


.13 




10 


5 


.376 


.295 


.04 




200 


5 


400 


340 


1.5+/-0.3 


fibers without 


200 


5 


400 


320 


2.0 + /-0.3 


polymixin 












Agarose-coated 


200 


5 


780 


310 


11,a + /-1.1 


fibers witii 


200 


5 


780 


430 


8.8 + /-1 .1 


polymixin 













20 

TABLE VII 



Total Capacity 


133.000 ng/ml glass 


Effective Capacity 


Maximum Endotoxin 
Concentration Allowed In Column 
Effluent 


Effective Capacity 


0.1 ng/mi 
1 .0 ng/ml 


49.000 ng/g glass 
58,000 ng/g glass 
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TABLE VTII 



Adsorption of Protein on Bare and Coated 
Glass Fiber Materials 







xniuxax 




Amount 


Fiber 






Cone . 


Cone . 


Adsorbed 


Wt. 


Sample 


Protein 


(>ig/ml) 


(/ig/ml ) 


(^g/g fiber) 


(mg) 


Bare Glass 


Insulin 


6.3 


6.4 


NDA 


200 


Bare Glass 


BSA 


11.2 


12.7 


NDA 


200 


Bare Glass 


BSA* 


1250 


1034 


1080 


4000 


Agarose #1 


BSA** 


2000 


1795 


410 


5000 


Agarose 




1000 


. 959 


82 


5000 


Agarose #1 


BSA 


11.2 


10.7 


NDA 


200 


Agarose #1 


Insulin 


.13 


14.5 


NDA 


200 


Agarose #1 


Insulin 


102 


103 


NDA 


200 


Agarose #3 


Insulin 


13 


12.3 


NDA 


200 


Agarose #3 


Insulin 


102 


106 


NDA 


200 


Agarose #2 


Insulin 


97 


93.5 


NDA- 


• 100 


Agarose #2 


Insulin 


69 


67 


NDA 


■ 100 


All samples 


incubated 


with 5 


ml protein 


solution except * 


where 20 ml 


was used 


and ** where 10 ml 


was used. 





NDA - No Detectable Adsorption 
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Claims 

1 . A glass fiber having on its surface a coating comprising a porous hydrophiiic matrix derivatized to 
bind a suitable ligand or biological material. 

2. A glass fiber according to claim 1 , wherein the porous hydrophiiic matrix is selected from agarose, 
polyacrylamldes, dextran and hydroxyalkyi methacrylates. 

3. A column packing or chromatographic medium useful for bioseparations comprising a plurality of 
glass fibers according to claim 1 or claim 2. 

4. A biological material composite comprising a ligand or biological material Immobilized on a glass 
fiber according to claim 1 or claim 2. 

5. A glass fiber having on its surface a coating comprising a porous hydrophiiic matrix comprised of 
agarose derivatized to bind a suitable ligand or biological material. 

6. A glass fiber according to claim 5. wherein the agarose matrix is present in an amount of at least 1 % 
by weight. 

7. A glass fiber according to claim 5 or claim 6, wherein the agarose matrix has been applied to the 
glass fiber surface in the form of a hot melt. 
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8. A glass fiber according to any one of clainns 5 to 7. wherein the agarose matrix has been applied to 
the glass fiber surface using a coating off-line process. 

9. A glass fiber according to any one of claims 5 to 8, wherein the agarose matrix has been activated 
with cyanogen bromide or sutfonyl chloride. 

5 10. A column packing or chromatographic medium useful for removing toxins in a bioseparation process 
comprising a plurality of glass fibers according to any one of claims 5 to 9. 

11. A biological materia! composite comprising a ligand or biological material immobilized on a glass 
fiber according to any one of claims 5 to 9. 

12. A composite according to claim 4 or claim 11, wherein the ligand or biological material is selected 
70 from animal cells, antibodies, antibiotics, antigens, carbohydrates, bacteria, coenzymes, enzymes, fungi. 

microbial cells, plant cells, tissue cultures and yeast 

13. A composite according to claim 12. wherein the ligand or biological material comprises an antibiotic. 

14. A composite according to claim 13. wherein the antibiotic comprises polymyxin B. 

75 
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